ғ Dart Aerospace Ltd. 


Date: Thursday, 2/8/2007 12:05:01 PM 


ег: 
Usi | Kim Johnston Process Sheet 
Customer ` А . : CU-DAROO1 Dart Helicopters Services Drawing Name : 3" SKID EXTRUSION (NO OUTER RIDGE) 
Job Number : 30682 
Estimate Number : 10054 
Р.О. Number : NA Part Number : 026003120 
This Issue : 2/8/2007 5.0. №. МА Drawing Number ; 02600 REV D1 
Prsht Rev. : NC Project Number : N/A 
First Issue : NIA Type | : PURCHASED PARTS Drawing Revision : к A 9р 


Previous Run 26205 nM d Material : 

Written By Due Date : 2/28/2007 Qy | %- Um: Each 
Checked & Approved By — : | хи О LOZ, О S 

Comment : Est. ПМ 02.09.10 Added DSK 066 KJ/RF 


Additional Product 


Seq. #: Machine Or Operation: Description : 
PURCHASING 


AN ЇЇ 


Comment: PURCHASING 


Issue P/O: e О с //o2 loq 
a) Extrude as per Dwg D2600 
b) Material: 6061-T6 (QQ-A-200/8) 
c) Minimum yield tensile strength 7 35 ksi 
d) Minimum ultimate tensile strength 7 40 ksi 
e) Minimum elongation = 8% 
d f) Order at 120" long 
9) Bon L Canada Inc. tool # 897122 
| ` h) To be packed per DSK 066 
| i) Pull test to ASTM standard B221 required. 


|) Material certification is required 
D26003120P Extrusion Round 3" 350 


ТШ ШІ 


Comment: Qty: 1.0000 Each(s)/Unit Total: 140.0000 Each(s) 
Extrusion Round 3" 350 
PACKAGING 1 PACKAGING RESOURCE #1 


ME ЇЇ 


Comment: PACKAGING RESOURCE #1 
Receive & Inspect For Transit Damage 


Ensure material certification is attached 


B 


Comment: DIMENSIONAL CHECK 
Inspect dimension per Dwg D2600 
Check Pull test per Dwg D2600 for compliance page attached 
Check hardness with Webster tester 


Dart Aerospace Ltd 
WORK ORDER CHANGES 
DATE | STEP 


Approval 
DATE | PROCEDURE CHANGE Е Approval 
Prod Mgr nspector 


Part No: PAR #: Fault Category: NCR: Yes (89 DOA S. Date: c [оъ 
ОА: М/С Closed: Date: 
WORK ORDER NON-CONFORMANCE (NCR) 


i DATE | STEP Description of NC Corrective Action Sector B Verification | Approval | Approval 


Section A Initial Action Description Sign & Section C Chief Eng | QC Inspector 
Chief Eng Chief Eng Date 


% 


NOTE: Date & initial all entries 
H:MFORMS Quality Assurance\approved QA\NCRWO RevD ГІ aut 


ПЕ =т= 25----- = ет ae 7 
| Date: Thursday, 2/8/2007 12:05:01 PM 


“User: |. Kim Johnston Process Sheet 
Customer: CU-DAROO1 Dart Helicopters Services Drawing Name: 3" SKID EXTRUSION (NO OUTER RIDGE) 


Job Number: 30682 Part Number: D26003120 


Seq. #: Machine Or Operation: Description : 
PACKAGING 1 PACKAGING RESOURCE #1 


ШІ ІШІ! 


Comment: PACKAGING RESOURCE #1 
Identify and Вас 
Location: K Hal / ob 
ac 


FINAL INSPECTION/W/O RELEASE 


21 


Comment: FINAL INSPECTION/W/O RELEASE 


o ШШШ 


Раае 2 Farm! mrocess 


Dart Pone Ltd 


WORK ORDER CHANGES 


Approval 
Chief Eng/ | Approval 


Prod Mar QC Inspector 


Part No: PAR #: Fault Category: NCR: Yes Мо DQA: Date: 
QA: N/C Closed: Date: 


Corrective Action Section B 


Description of NC 
DATE | STEP EA Action Description 
Chief Eng Chief Eng 


NOTE: Date & initial all entries 


H:MFORMS Quality Assurance\approved QA\NCRWO RevD 


DART AEROSPACE LTD 

/ HAWKESBURY, ONTARIO, CANADA 
DRAWING NO. REV. D 
D2600 SHEET 1 OF 5 
TITLE 


EXTRUSION 
97.01.21 | NEW ISSUE 


97.09.09 | CHANGE MATERIAL SPEC. 


ADD 02600-3, UPDATE 02600-1 WIDTH, 
98.04.16 | ADD DIE NO. 


RELEASED 
[D |  эвов2о | INCREASE MN. UTS TO 40 к | 


ADD PART NUMBERS + Dg NUMBERS A 


GENERAL NOTES 


1. MATERIAL: 6061-76 (QQ-A-200/8) 


MINIMUM YIELD TENSILE STRENGTH = 35 ksi 
MINIMUM ULTIMATE TENSILE STRENGTH = 40 ksi 
MINIMUM ELONGATION = 8 % 


A SAMPLE FROM EACH BATCH WILL BE PULL TESTED 
TO ASTM STANDARD B221 BY AN APPROVED TESTING 
FACILITY TO ENSURE THAT THE BATCH MEETS THE 

ABOVE MINIMUM MECHANICAL PROPERTIES. 


BREAK ALL SHARP CORNERS 0.010 MAX. 
NO TOOLING MARKS. 


TOLERANCES ARE PER DART ($ 018 UNLESS OTHERWISE 
NOTED. 


5. ALL DIMENSIONS ARE IN INCHES. SHOP COPY 
RETURN TO 


ENGINEERING 
UNCONTROLLED COPY 
SUBJECT TO AMENDMENT 
WITHOUT NOTICE 


WORK ORD 
NO. ESA 


Copyright 1997 by DART AEROSPACE LTD 


a ў 
CHECKED de. 
LE Z 


DATI 2 
98.08.20 


2.810 3.150 


EXTRUSION 


0:375 


DART AEROSPACE 


HAWKESBURY, ONTARIO, CANADA 


3.010 


RELEASED 


3.200 


D2600-1 
MANUFACTURED WITH CARADON INDALEX DIE # МН-18870 


SHOP COPY 
RETURN ТО 
ENGINEERING 
UNCONTROLLED COPY 
SUBJECT TO AMENDMENT 
WITHOUT NOTICE 


WO 


K ORDE 
502. 


Copyright 1997 by DART AEROSPACE LTD 


LTD 


REV. D 
SHEET 2 OF 5 


ғ 
іт 


ЯН iw INCHES (EG. Ә2іо-1-о VC ibe" Lou) XE 


оқ бом L ре * 897121 (Реетесеет снос) 


РЕТ мәмесе 16 Р2000-1-ҮХХ WERE XXY 16 CUT гем 


E Pry DRAWING NO. 
aoe 02600 
TILE 
e 08.20 EXTRUSION 


3.150 


2.810 


0.575 


RO.025 
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DART AEROSPACE LTD 


HAWKESBURY, ONTARIO, CANADA 


LEASE[ 


02600--5 
MANUFACTURED WITH CARADON INDALEX DIE # МН-18859 
on Bon L big * 897112 (faerewer? (неке) 


SHOP COPY 
NTO 


GNCONTROLLE 
О AMEN 


Copyright 1997 by DART AEROSPACE LTD 


ENGINEERING 


D COPY 
ДЕМОМЕМТ 


SHEET 3 OF 5 


№200-3- (20 16 i28 


Phar waMBen < 2200-3 WX where Ххх 15 Cur иемин iW NUES (Ев. 
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) 


сом 


REV. D 


SCALE 
1:1 


у КЕНЕ 2 DART AEROSPACE LTD 
A & Pd Ji HAWKESBURY, ONTARIO, CANADA 


CHECKED бу ORAWING NO. REV. б 
LEE БУ _ О2600 $НЕЕТ 4 ОР 5 
DATE TITLE SCALE 


RO.025 (TYP) 


45° (TYP) 
RO.150 (TYP) 
0.070 
4 Е 0.375 


02600--5 
MANUFACTURED WITH CARADON INDALEX DIE М5-18871 


R1.505 
PART Мимбер 14 7240-5- YXX WERE XXX i$ Cut LENGTM IN бдр 


(EG. YT2b5c0-s-]o8 19 i08" Lowe) 


2.810 2.670 


SHOP COPY 
RETURN TO 
ENGINEERING 
UNCONTROLLED СОР\ 
SUBJECT TO AMENDMENT 
WITHOUT NOTICE 
WORK eS 


NO. BOGS: 


Copyright 1997 by DART AEROSPACE LTO 


À | 26999, ld DART AEROSPACE LTD 
ЙІ Vid HAWKESBURY, ONTARIO, CANADA 
CHECKED APPROVED DRAWING NO. REV. D 
ре [X | 02600 SHEET 5 OF 5 
DATE THLE SCALE 


RO.025 (TYP) 


RO.250 (TYP) 
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2.810 2.400 


SHOP Al 


RETURN TO 
ENGINEERING 
UNCONTROLLED COPY 
SUBJECT TO AMENDMENT 
WITHOUT NOTICE 

WORK ORDER 


к. OCS 


Copyright 1997 by DART AEROSPACE LTD 
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CERTIFICATE OF COMPLIANCE 
BON L CANADA INC 
1850 CLEMENTS ROAD 


PICKERING, ОМ LIW 3R8 


DART A AEROSPACE LTD. ` Jem AEROERACE LTD. 
1270 ABERDEEN ST. 1270 ABERDEEN ST. 
HAWKESBURY, ОМ K6A 1K7 HAWKESBURY, ON K6A 1K7 


Тепсе. | Yield 
MPA / KSI MPA / KSI AElongation Conductivity Drift HREW 
322.8 / 46.9 304.5 / 44.2 
Chemical Limits: 


40 .00 .15 .00 .80 .04 .00 ‚00 EA: 
.80 .70 .0 .15 1.20 .35 .25  .15 TOT: 


This will certify that the material described herein has 

been inspected and tested in accordance with Bon L Canada's 

standard sampling and testing procedures or in accordance 

with the requirements of any specifications forming a. part 

of the material description to the extent indicated herein. $ 
Data of..chemical composition for the material and test + ih 
results from samples representative of the material are set 

forth above hereof or in any attachments hereto. This 

information shows that the material meets the applicable 

requirements. Inspection and test records are maintained 

on file. This certificate shall be deemed apart of and 

subject to the terms and conditions of warranty set forth 

on the reverse side of our order acknowledgement form. No 

other warranties are applicable. 


Conchita Ko, QA Manager Signed for Bon L Canada 


